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COMPLETE SPECIFICATION. 

Improvements in Candles, applicable especially to those for Burning in 

Spring Lamps. & 

O^^^^^T^t'^ Limited, Victoria 

the nature of this invention ff"^ ^ZtnAl^^ d ^ 
be particularly described and ascertained i^ ^^^1^1" 

5 tho^or Zr^ng ^TZ^U^' * 

described in tbe & SpeSionT p^l^^^T^^ ^ 
myself and anotherf possess one or tun TliV-fi * '-' 8J ° f 1900 g r ««ted to 
facture, which restrict the! use „ ff" 1 ™ 1 ^^ m commerce and manu- 

adhering to the outside of th* non,iw a x , 8 , P aiticie « of plaster 

^^^^^^^^^^ 

20 to such constructions n Uo not niake an 3 r cla *w 

25 thf&k" " Se0ti<, " al elel "" i0 " S ''" Wi " K " <Uiti »'"'> ''"I" trepans 

Fig. -3 shows the wkk hole filled up; 

the P ;f e ptnt^:°and iUg ^ f ° ^ UM ' uWed «' J «^ the fillip iu 

30 ^ig. o is an outside elevation of a finished candle 

ab^e^K tt these dis 

prepared with a moulded projection I of dovetail SnintL V re u'l 

m the Specifications of nif prior Patents nJs S .789 o?S"Sl "mS? ' 

35 and as shown in Fig. 1 of the drawings ' 10,841 ° f 190 ' ' 

roun'd t^wfck'r;^ aTit/ 8 * " 2'* -"""f or ^™ trepanned 
and into thThofe o trepannelt o^ttlT* 'Y^t * d ^ 

round the wick c another prot^tin"^^.^ ?" , "i 1 ?"^'^ 1 ^ Serial e 
the end of the candle as shown in T SaS. ' *,b H ^P 1 "^ "J™ 

45 and paraffin carnnuba.. montan, or cemin wax with „*W .^kI? a^hic oxide 
[rrtce oa.J 3 
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alumina, barium carbonate or the like; such treatment forming zinc s tea rate 
and wax, aluminium stearate. and wax, barium stearate and wax or the like, 
which is then moulded around the projection in the manner already described 
in the prior specifications referred to. 

Obviously the bases of candles so prepared have all the advantages of those 5 
described in the Specification of prior Patent 23,789 of 1900, whilst they are 
not so brittle and are free from the deteriorating action of moisture, inseparable 
from those hitherto made with plaster, and by reason of the chemically-prepared 
piece of cement and the like attached to the wick in the trepanned hole, the base 
is made completely incombustible. Furthermore, candles so prepared are free 10 
from any liability to have pieces of plaster adhering to them occasioned by- 
damaged* bases, and as it is impossible to easily injure"li base so constructed, 
these candles can be packed in the usual and less expensive, form adopted in 
the trade, viz: in paper packets. 

Having now particularly described and ascertained the nature of my said 15 
invention and in what manner the same is to be performed, I declare that 
what I claim is : — 

1. Candles having their wicks attached at their base ends to an incombustible 
material, around which another protecting medium is moulded so as to com- 
pletely enclose the incombustible material and protect the ends of the candle 20 
substantially as described. 

2. The improved process of making candles consisting of trepanning the end, 
into which an incombustible substance is cast, and around the projection on the 
candles, the moulding of an ivory- or ebony-like protecting substance. 



Dated this 13th day of October, 1911. 
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Chartered Patent Agents, 
323, High Holborn, London, 
Agents for the Applicant. 
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